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(54) Fuel cell and fuel cell device 

(57) A fuel cell comprises a fuel electrode which has 
a fuel-diffusion layer for diffusing fuel and a fuel-reactive 
layer for having the fuel react; an oxygen electrode 
which has an oxygen-diffusion layer for diffusing oxygen 
and an oxygen-reactive layer for having the oxygen re- 
act; an electrolyte layer which is arranged between the 
fuel electrode and the oxygen electrode. In this fuel cell, 
the fuel-reactive layer is in contact with the fuel-diffusion 
layer, and the oxygen-reactive layer is in contact with 
the oxygen-diffusion layer. Further, the fuel-diffusion 
layer has higher water-repellency than that of the oxy- 
gen-diffusion layer. According to this fuel cell, cell out- 
puts of fuel cells can be enhanced. Thus, fuel cells and 
fuel cell devices, which bring high cell outputs, can be 
provided. 
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Description 

[0001] The present inventions relate to fuel cells and 
fuel cell devices. 

[0002] Today, fuel cells are attracting attentions as the 
energy source in next generation. A fuel cell has two 
kinds of electrodes, a fuel electrode and an oxygen elec- 
trode, and generates electricity by oxidizing fuel at its 
fuel electrode and reducing oxygen at its oxygen elec- 
trode. 

[0003] Now, enhancing cell outputs of the fuel cells is 
becoming a hot issue. 

[0004] Therefore, the objects of the present inven- 
tions are to provide fuel cells and fuel cell devices ca- 
pable of improving their cell outputs. These objects are 
achieved with the features of the claims. 
[0005] In order to achieve the above objects, the 
present Invention is directed to a fuel cell, comprising: 

a fuel electrode which has a fuel-diffusion layer for 
diffusing fuel; 

an oxygen electrode which has an oxygen-diffusion 
layer for diffusing oxygen; and 
an electrolyte layer which is arranged between the 
fuel electrode and the oxygen electrode, wherein 
the fuel-diffusion layer has higher water-repellency 
than that of the oxygen-diffusion layer. 

[0006] Another aspect of the present invention is di- 
rected to a fuel cell, comprising: 

a fuel electrode which has a fuel-diffusion layer for 
diffusing fuel and a fuel-reactive layer for having the 
fuel react, the fuel-reactive layer being in contact 
with the fuel-diffusion layer; 
an oxygen electrode which has an oxygen-diffusion 
layer for diffusing oxygen and an oxygen-reactive 
layer for having the oxygen react, the oxygen-reac- 
tive layer being in contact with the oxygen-diffusion 
layer; and 

an electrolyte layer which is arranged between the 
fuel electrode and the oxygen electrode, wherein 
the fuel-diffusion layer has higher water-repellency 
than that of the oxygen-diffusion layer. 

[0007] According to the present invention described 
above, cell outputs of fuel cells can be enhanced. Thus, 
according to the present invention, fuel cells and fuel 
cell devices, which bring high cell outputs, can be pro- 
vided. 

[0008] In this invention, it is preferred that each of the 
fuel-diffusion layer and the oxygen-diffusion layer has 
at least one water-repellent-material-containing layer 
which contains a material having water repellency, and 
the water-repellent-material-containing layer of the fuel- 
diffusion layer has higher water-repellency than that of 
the oxygen-diffusion layer. In this case, it is preferred 
that the content of the material having water repellency 



in the water-repellent-material -containing layer of the 
fuel-diffusion layer is larger than that of the material hav- 
ing water repellency in the water-repellent-materiai-con- 
taining layer of the oxygen -diffusion layer. 
5 [0009] Further, in this invention, it is also preferred 
that the content of the material having water repellency 
in the water-repellent-material -containing layer of the 
fuel-diffusion layer is larger than that of the material hav- 
ing water repellency in the water-repellent-mate rial -con- 
to taining layer of the oxygen -diffusion layer by at least 
5wt%. 

[0010] Furthermore, in this invention, it is also pre- 
ferred that the content of the material having water re- 
pellency in the water-repellent-material-containing layer 
is of the fuel-diffusion layer is 20 to 80wt%. 

[0011] Moreover, in this invention, it is also preferred 
that the content of the material having water repellency 
in the water-repellent-mate rial -containing layer of the 
oxygen-diffusion layer is 15 to 65wt%. 
20 [0012] Still further, in this invention, it is also preferred 
that the water-repellent-material-containing layer of the 
fuel-diffusion layer and the water-repellent-material- 
containing layer of the oxygen-diffusion layer include a 
conductive material, respectively, in which the conduc- 
es tive material in the water-repellent-material-containing 
layer of the fuel-diffusion layer has higher water-repel- 
lency than that of the conductive material in the water- 
repellent-material-containing layer of the oxygen-diffu- 
sion layer. 

30 [0013] Still further, in this invention, it is also preferred 
that the water-repellent-material-containing layer is a 
layer in which the water repellency material is carried by 
a particulate conductive material. 
[0014] Still further, in this invention, it is also preferred 

35 that the fuel-diffusion layer has the water-repellent-ma- 
terial-containing layers at its both sides. 
[0015] Still further, in this invention, it is also preferred 
that the oxygen-diffusion layer has the water-repellent- 
material-containing layers at its both sides. 

40 [0016] Still further, in this invention, it is also preferred 
that the water contact angle on the surface of the fuel- 
diffusion layer is larger than the water contact angle on 
the surface of the oxygen-diffusion layer by at least 5°. 
[0017] Still further, in this invention, it is also preferred 

45 that the water contact angle on the surface of the fuel- 
diffusion layer is 1 00 to 1 60°. 

[0018] Still further, in this invention, it is also preferred 
that the water contact angle on the surface of the oxy- 
gen-diffusion layer is 90 to 150°. 
so [0019] Still further, in this invention, it is also preferred 
that the fuel cell uses hydrogen as fuel. 
[0020] Another aspect of the present invention is di- 
rected to a fuel cell devise, comprising a fuel cell as de- 
scribed above. 

55 [0021] Further, another aspect of the present inven- 
tion is directed to a fuel cell devise, comprising: 

a fuel cell main body which includes 
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(a) a fuel electrode which has a fuel-diffusion 
layer for diffusing fuel; 

(b) an oxygen electrode which has an oxygen- 
diffusion layer for diffusing oxygen, the fuel-dif- 
fusion layer having higher water-repellency 
than that of the oxygen-diffusion layer; and 

(c) an electrolyte layer which is arranged be- 
tween the fuel electrode and the oxygen elec- 
trode; 

fuel supply means for supplying fuel to the fuel elec- 
trode; and 

oxygen supply means for supplying gas containing 
oxygen gas to the oxygen electrode. 

[0022] In this invention, it is preferred that the fuel cell 
device further comprises water supply means for sup- 
plying water to the oxygen electrode. 
[0023] These and other objects, structures and ad- 
vantages will be readily apparent from the following de- 
scription of the preferred embodiments and examples 
taken in conjunction with the applied drawings. 
[0024] FIG. 1 is a schematic vertical cross-sectional 
view showing an embodiment of a fuel cell of the present 
invention; 

[0025] FIG. 2 is a circuit diagram showing an embod- 
iment of a fuel cell device of the present invention; and 
[0026] FIG. 3 is a graph showing the current density 
- voltage relations of the fuel cells in the examples. 
[0027] The important thing to enhance a cell output of 
a fuel cell is the water balance in the fuel cell. As de- 
scribed above, a fuel cell generates electricity by oxidiz- 
ing fuel at its fuel electrode and reducing oxygen at its 
oxygen electrode. At this time, water is generated at the 
oxygen electrode, and hydrogen ions are generated at 
the fuel electrode. These hydrogen ions move to the ox- 
ygen electrode, taking water molecules. Therefore, in 
the fuel cell that is generating electricity, there is a ten- 
dency that water increases in the oxygen electrode, and 
water decreases in the hydrogen electrode. When the 
amount of water in the oxygen electrode becomes too 
large, the oxygen becomes apt to not enter the oxygen 
electrode, and the supply of the oxygen to the oxygen 
electrode becomes insufficient. Furthermore, when the 
amount of water in thef uel electrode becomes too small, 
the efficiency of generating hydrogen ions decline. 
These phenomena decrease a cell output of the fuel cell. 
[0028] The inventors of the present invention aimed 
their attention to such a mechanism of the cell output 
decrease. Then, the inventors considered that if the wa- 
ter balance in the fuel cell could be maintained satisfac- 
torily and the water amount in both of the oxygen elec- 
trode and the fuel electrode could be kept properly, the 
cell output of the fuel cell could be prevented from being 
decreased so that the cell output could be enhanced. 
From this hypothesis, the inventors achieved the 
present invention. 

[0029] Hereinafter, the present invention will be de- 



scribed with reference to the appended drawings. 

(1) Overview of a fuel cell 

5 [0030] FIG. 1 is a schematic vertical cross-sectional 
view showing an embodiment of a fuel cell of the present 
invention. 

[0031] As shown in FIG. 1 , a fuel cell 1 of the present 
invention has a fuel electrode 4 equipped with a fuel- 
10 reactive Iayer41 and a fuel-diffusion Iayer42, an oxygen 
electrode 5 equipped with an oxygen -re active layer 51 
and an oxygen-diffusion layer 52, an electrolyte layer 3 
that is provided between the fuel electrode 4 and the 
oxygen electrode 5 and is in contact with the fuel-reac- 
15 tive layer 41 and the oxygen -reactive layer 51 , a fuel- 
electrode-side cell frame 7 that is in contact with the fuel 
electrode 4, and an oxygen-electrode-side cell frame 8 
that is in contact with the oxygen electrode 5. Moreover, 
the fuel-diffusion layer 42 has a fuel-diffusion-layer core 
portion 421, a fuel-electrode-outside water-repellent- 
material-containing layer 422, and a fuel-electrode-in- 
side water-repellent-material-containing layer 423. Al- 
so, the oxygen-diffusion layer 52 has an oxygen-diffu- 
sion-layer core portion 521 , an oxygen-electrode-out- 
side 

water-repellent-material-containing layer 522, and an 
oxygen-electrode-inside water-repellent-material-con- 
taining layer 523. 

[0032] In the fuel cell 1 , the electrolyte layer 3, the fu- 
el-reactive layer 41 joined to one surface of the electro- 
lyte layer 3, and the oxygen -reactive layer 51 joined to 
the other surface of the electrolyte layer 3 constitute a 
reactive portion 21 , a portion where chemical reactions 
occur and electricity is generated. In the fuel cell 1 , the 
fuel electrode 4, the oxygen electrode 5, and the elec- 
trolyte layer 3 provided between the fuel electrode 4 and 
the oxygen electrode 5 constitute a layered body (lam- 
inated body) 29. 

[0033] In the present specification, for convenience of 
description of the fuel cell 1 , the position relatively close 
to the electrolyte layer 3 is referred to as an "inside", and 
the position relatively far from the electrolyte layer 3 is 
referred to as an "outside". 

[0034] The fuel cell 1 shown in FIG. 1 is a type of a 
fuel cell that uses hydrogen as fuel, and can generate 
electricity by oxidizing the hydrogen supplied to the fuel 
electrode 4 and reducing oxygen in the air supplied to 
the oxygen electrode 5. 

[0035] In the fuel cell 1 of the present invention, the 
water repellency of the fuel-diffusion layer 42 is pre- 
scribed to be higher than that of the oxygen-diffusion 
Iayer52. More specifically, in thefuelcell 1 of the present 
embodiment, that the water repel|ency of the fuel-diffu- 
sion layer 42 is set higher than that of the oxygen-diffu- 
sion layer 52 is done by making the water repellency of 
the fuel-electrode-inside water-repellent-material-con- 
taining layer 423 and the fuel-electrode-outside water- 
repellent-material-containing layer 422 higher than that 
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of the oxygen-electrode-inside water-repellent-materi- 
al-containing layer 523 and the oxygen-electrode-out- 
side 

water-repellent-material-containing layer 522. 
[0036] By this prescription, the water balance in the 
fuel cell 1 can be kept in a state appropriate to generat- 
ing electricity. In addition, as in the fuel cell 1 of the 
present invention, if the water repellency of the fuel-dif- 
fusion layer 42 and the oxygen -diffusion layer 52 is ad- 
justed, the water balance in the fuel cell 1 can be kept 
in a state appropriate to generating electricity without 
increasing electric resistances of the fuel-reactive layer 
41 and the oxygen -reactive layer 51 . 
[0037] Hereinafter, the fuel cell 1 is described in detail 
on a component basis. 

(2) Fuel electrode 4 

[0038] The fuel electrode (negative electrode; anode) 
4 is composed of, in the order from the outside, the fuel- 
diffusion layer 42 having the fuel-electrode-outside wa- 
ter-repellent-material-containing layer 422, the fuel-dif- 
fusion-layer core portion 421 , and the fuel-electrode-in- 
side water-repellent-material-containing layer 423, and 
the fuel-reactive layer 41 joined to the fuel-diffusion lay- 
er 42. 

(2.1) Fuel-diffusion layer 42 

[0039] The fuel-diffusion layer 42 has a function of dif- 
fusing hydrogen supplied to the fuel electrode 4 and 
lessening nonuniformity of the hydrogen supply to the 
fuel-reactive layer 41 . The fuel-diffusion layer 42 also 
provides a path for electricity generated in the fuel-re- 
active layer 41 . Moreover, the fuel-diffusion layer 42 
plays a role in keeping the water balance in the fuel cell 
1 in a state appropriate to generating electricity, with the 
oxygen-diffusion layer 52, which is described later. 
[0040] From this viewpoint in the fuel cell 1 of the 
present embodiment, at both sides of the fuel-diffusion 
Iayer42 are provided layers containing a water-repellent 
material. Thereby, the above-mentioned effects can be 
obtained more effectively. In the present specification, 
for convenience of description, the layer containing a 
water-repellent material (hydrophobic material) is usu- 
ally referred to as a "water-repellent-material-containing 
layer". 

[0041] Hereinafter, the fuel-diffusion layer 42 is de- 
scribed in more detail. 

[0042] As shown in FIG. 1 , the fuel-diffusion layer 42 
has a structure in which water-repellent-material-con- 
taining layers are respectively provided on both surfac- 
es of the fuel-diffusion-layer core portion (core layer) 
421 constituting amain portion of the fuel-diffusion layer 
42. In the present specification, for convenience of de- 
scription, the water-repellent-material-containing layer 
provided at the outside of the fuel-diffusion layer 42 is 
usually referred to as the "fuel-electrode-outside water- 
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repellent-material-containing layer 422", and the water- 
repellent-material-containing layer provided at the in- 
side of the fuel-diffusion layer 42 is usually referred to 
as the "fuel-electrode-inside water-repellent-mate rial- 

5 containing layer 423". 

[0043] In other words, the fuel -diffusion layer 42 has 
a structure in which the fuel-electrode-outside water-re- 
pellent-material-containing layer 422 is provided on an 
outer surface of the fuel-diffusion-layer core portion 421 

10 and the fuel-electrode-inside water-repellent-material- 
containing layer 423 is provided on an inner surface of 
the fuel-diffusion-layer core portion 421 . 

(2.1.1) Fuel-diffusion-layer core portion 421 

15 

[0044] The fuel-diffusion-layer core portion 421 con- 
stitutes a main portion of the fuel-diffusion layer 42. In 
this fuel-diffusion-layer core portion 421 , hydrogen sup- 
plied to the fuel electrode 4 is well diffused. The fuel- 

20 diffusion-layer core portion 421 also provides a path for 
electricity generated in the fuel-reactive layer 41 . More- 
over, the fuel-diffusion-layer core portion 421 has a func- 
tion of enhancing the strength of the fuel cell 1 . 
[0045] The fuel-diffusion-layer core portion 421 is 

25 composed of, for example, a porous conductive material 
represented by a porous carbon material such as car- 
bon fiber fabric (e.g., carbon cloth, carbon felt, and the 
like), carbon paper, and etc.; and so on. Thereby, the 
fuel-diffusion-layer core portion 421 can exhibit the 

30 above-mentioned function well. 

[0046] It is especially preferable that the fuel-diffu- 
sion-layer core portion 421 be composed of the carbon 
fiber fabric such as carbon cloth, carbon felt, and the 
like. The carbon fiber fabric is excellent in a property of 

35 hydrogen diffusion. The carbon fiber fabric is also ex- 
cellent in enhancement of the strength of the fuel cell 1 . 
[0047] The thickness of the fuel-diffusion-layer core 
portion 421 should be set preferably in a range of about 
50 to 2000 u,m and more preferably in a range of about 

40 1 oo to 800 u,m though not particularly limited. If the fuel- 
diffusion-layer core portion 421 is too thin, the strength 
of the fuel cell 1 may decline. In addition, if the fuel-dif- 
fusion-layer core portion 421 is too thin, the fuel-diffu- 
sion-layer core portion 421 may not diffuse hydrogen 

45 gas efficiently. On the other hand, if the fuel-diffusion- 
layer core portion 421 is too thick, efficiency of hydrogen 
gas supply to the fuel-reactive layer 41 may be de- 
creased. 

so (2.1 .2) Fuel - electrode - inside water-repellent- 
material-containing layer 423 

[0048] The fuel-electrode-inside water-repellent-ma- 
terial-containing layer 423 plays an important role in ad- 
55 justing the water repellency of the fuel-diffusion layer 42, 
with the fuel-electrode-outside water-repellent-materi- 
al-containing layer 422. Furthermore, the fuel-elec- 
trode-inside water-repellent-material-containing layer 
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423 provides paths for hydrogen gas and electricity. 
[0049] From such a viewpoint, the fuel-electrode-in- 
side water-repellent-material-containing layer 423 in the 
fuel cell 1 of the present embodiment contains a material 
having water repellency (hydrophobicity) (in the present 
specification, usually referred to as a "water-repellent 
material") and a conductive material. That the fuel-elec- 
trode-inside water-repellent-material-containing layer 
423 contains the water-repellent material makes it easy 
to adjust the water repellency of the fuel-electrode-in- 
side water-repellent-material-containing layer 423 and 
also the fuel-diffusion layer 42 as the effects described 
later is well obtained. That the fuel-electrode-inside wa- 
ter-repellent-material-containing layer 423 contains the 
conductive material (e.g., a carbon material such as car- 
bon powder and the like) brings the fuel -diffusion layer 
42 excellent conductivity. 

[0050] It is preferable that the fuel-electrode-inside 
water-repellent-material-conlaining layer 423 have a 
constitution in which the water-repellent material is car- 
ried by a particulate conductive material (e.g., carbon 
powder and the like). This constitution allows the hydro- 
gen gas to pass through the fuel-electrode-inside water- 
repellent-material-containing layer 423 well. In the case 
where the conductive material is particular, the average 
particle diameter should be set preferably in a range of 
about 0.01 to 0.1 u,m though not particularly limited. 
[0051] Examples of the water-repellent material con- 
tained in the fuel-electrode-inside water-repellent-mate- 
rial-containing layer 423 include a fluorine material such 
as fluorocarbon resin (e.g., polytetrafluoroethylene, 
tetrafluoroethylene-perfluoroalkylvinylether copolymer, 
tetrafluoroethylene-hexafluoropropylene copolymer, 
and the like) and carbon fluoride, silicone resin, polyeth- 
ylene, polystyrene, and etc, 

[0052] As the water-repellent material used for the fu- 
el-electrode-inside water-repellent-material-containing 
Iayer423, fluorocarbon resin such as polytetrafluoroeth- 
ylene, tetrafluoroethylene-perfluoroalkylvinylether co- 
polymer, tetrafluoroethylene-hexafluoropropylene co- 
polymer, and the like is especially preferable. Thereby, 
the fuel-electrode-inside water-repellent-material-con- 
taining layer 423 can gain relatively high water-repellen- 
cy with a relatively low content of the water-repellent ma- 
terial. This situation allows the fuel-electrode-inside wa- 
ter-repellent-material-containing layer 423 to contain a 
relatively large amount of conductive material so as to 
make it easy to enhance the conductivity of the fuel-dif- 
fusion layer 42. In particular, when polytetrafluoroethyl- 
ene is used as the water-repellent material for the fuel- 
electrode-inside water-repellent-material-containing 
layer 423, hydrogen gas permeability of the fuel-elec- 
trode-inside water-repellent-material-containing layer 
423 is enhanced. 

[0053] The thickness of the fuel-electrode-inside wa- 
ter-repellent-material-containing layer 423 should be 
set preferably in a range of about 2 to 1 00 u.m and more 
preferably in a range of about 5 to 50 u.m though not 



particularly limited. Thereby, the fuel-electrode-inside 
water-repellent-material-containing layer 423 can ex- 
hibit the above-mentioned functions and effects more 
satisfactorily. 

5 

(2.1 .3) Fuel-electrode-outs ide water-repellent- 
material-containing layer 422 

[0054] As described above, the fuel-electrode-out- 
10 side water-repellent-material-containing layer 422 plays 
an important role in adjusting water repellency of the fu- 
el-diffusion layer 42, with the fuel-electrode-inside wa- 
ter-repellent-material-containing layer 423. Further- 
more, the fuel-electrode-outside water- repel I ent-mate- 
15 rial-containing layer 422 provides paths for hydrogen 
gas and electricity. 

[0055] Preferable conditions of the fuel-electrode- 
outside water-repellent-material-containing layer 422, 
such as materials, the thickness, and the like are same 

20 as those described in the section of the fuel-electrode- 
inside water-repellent-material-containing layer 423. 
Therefore, description about these is omitted here. 
{0056] In the fuel cell 1 of the present embodiment, 
the water repellency of the above-mentioned fuel-elec- 

25 trode-outside water-repellent-material-containing layer 
422 and the fuel-electrode-inside water-repellent-mate- 
rial-containing layer 423 is higherthan that of the water- 
repellent-material-containing layers of the oxygen-diffu- 
sion layer 52, which is described later. Detail about this 

30 point is described after explaining the oxygen electrode 
5. 

(2.2) Fuel-reactive layer 41 

35 [0057] The fuel-reactive layer 41 contains a catalyst 
that promotes hydrogen oxidation, and can oxidize the 
hydrogen, or fuel. 

[0058] The fuel-reactive layer 41 contains a catalyst 
that promotes hydrogen oxidation, and, depending on 
40 necessity, a carrier for carrying the catalyst and ion-ex- 
change resin. 

[0059] As the catalyst, for example, transition metal 
such as platinum metal (platinum (Pt), ruthenium (Ru), 
rhodium (Rh), palladium (Pd), osmium (Os), iridium (Ir), 
45 and the like), gold (Au) and etc., alloys of these metals, 
alloys of these metals and other metals, and so on are 
used. 

[0060] It is especially preferable to use platinum or a 
platinum alloy as the catalyst of the fuel-reactive layer 

50 41 . Platinum and the platinum alloy are excellent in the 
function of promoting hydrogen oxidation. Therefore, if 
platinum or the platinum alloy is used as the catalyst of 
the fuel electrode 4, the fuel cell 1 can oxidize hydrogen 
efficiently in the fuel electrode 4, and its cell output will 

55 be enhanced. 

[0061] It is preferable that the above-mentioned cat- 
alyst be in the form of particles (fine particles). Thereby, 
the specific surface area of the catalyst is increased, and 
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efficiency of the hydrogen oxidation is enhanced. 
[0062] In this case, the average particle diameter of 
the catalyst particles should be set preferably in a range 
of about 1 to 1000 nm though not particularly limited. 
Furthermore, the specific surface area of the catalyst 
particles should be set preferably in a range of about 5 
to 300 m 2 /g. Thereby, efficiency of the hydrogen oxida- 
tion is further enhanced. 

[0063] In the case where the catalyst is in the form of 
particles, it is recommended that such a catalyst be car- 
ried (supported) by acarrier (support). Thereby, the fuel- 
reactive layer 41 can hold the catalyst well. 
[0064] As the carrier of the catalyst, for example, a 
carbon material such as carbon powder and the like can 
be used. The carbon material has an excellent ability of 
carrying the catalyst. Furthermore, if the catalyst is car- 
ried by the carbon material, the conductivity of the fuel- 
reactive layer 41 is enhanced, so that the internal resist- 
ance of the fuel cell 1 is decreased. Therefore, the cell 
output of the fuel cell 1 is augmented. 
[0065] In the case where the particulate carrier such 
as carbon powder and the like is used as the carrier of 
the catalyst, its average particle diameter should be set 
preferably in a range of about 0.01 to 1 jim though not 
particularly limited. Thereby, the carrier can carry the 
catalyst as the catalyst exhibits an excellent catalytic ac- 
tivity. 

[0066] It is preferable that the fuel-reactive layer 41 
contain ion-exchange resin. Thereby, hydrogen ions 
generated in the fuel-reactive layer 41 can move 
smoothly into the electrolyte layer 3. Therefore, the fuel 
cell 1 can generate electricity more efficiently. 
[0067] As such ion-exchange resin, same kind of res- 
in that is listed in the section of the electrolyte layer 3, 
which is described later, can be used. 
[0068] The fuel-reactive layer 41 should contain the 
catalyst with content preferably in a range of about 1 to 
80 wt% and more preferably in a range of about 10 to 
50 wt% though the content varies slightly depending up- 
on the kind of the catalyst, the presence/absence and 
kind of submaterials (carrier, ion-exchange resin), and 
etc. If the content of the catalyst is too small, the fuel- 
reactive layer 41 may not be able to oxidize hydrogen 
sufficiently, and its cell output may be decreased. 
[0069] In the case where the fuel-reactive layer 41 
contains the carrier that carries the catalyst, the fuel- 
reactive layer 41 should contain the carrier with content 
preferably in a range of about 5 to 60 wt% and more 
preferably in a range of about 10 to 40 wt% though the 
content varies slightly depending upon the kind, content, 
andetc. of the catalyst. Thereby, the carrier can carry 
the catalyst more satisfactorily. Furthermore, conductiv- 
ity of the fuel-reactive layer 41 can be enhanced. 
[0070] In the case where the fuel-reactive layer 41 
contains the ion-exchange resin, the fuel-reactive layer 
41 should contain the ion-exchange resin with content 
preferably in a range of about 5 to 60 wt% and more 
preferably in a range of about 1 0 to 40 wt% though the 



content varies slightly depending upon the kind, content, 
and etc. of the catalyst. Thereby, hydrogen ions can 
move into the electrolyte layer 3 more smoothly. 
[0071] The thickness of the fuel-reactive layer 41 

5 should be set preferably in a range of about 1 to 100 
|im, more preferably in a range of about 1 to 50 u.m 
though it varies slightly depending upon the materials 
composing the fuel-reactive layer 41 . If the fuel-reactive 
layer 41 is too thick, it may become uneasy that hydro- 

10 gen, hydrogen ions, and the like move in the fuel-reac- 
tive layer 41 . 

(3) Electrolyte layer 3 

is [0072] The electrolyte layer 3 contains an electrolyte, 
and has a function as a medium for hydrogen ions to 
move. 

[0073] The electrolyte layer 3 can be composed of, for 
example, ion-exchange resin (solid electrolyte) such as 

20 Nation (Trademark), a water-retaining material (e.g., 
woven fabric, nonwoven fabric, paper, and the like) car- 
rying (impregnatedwith) an electrolyte solution such as 
sulfuric acid and the like, and so on. 
[0074] In the fuel cell 1 of the present invention, if the 

25 electrolyte layer 3 is composed of the ion-exchange res- 
in, the cell output of the fuel cell 1 is especially en- 
hanced. 

[0075] The thickness of the electrolyte layer 3 should 
be set preferably in a range of about 1 to 1000 urn and 

30 more preferably in a range of about 1 0 to 1 00 ujti though 
not particularly limited. If the electrolyte layer 3 is too 
thick, it may become uneasy for the hydrogen ions to 
move in the electrolyte layer 3, and this situation may 
provoke a decrease of the cell output. In contrast, if the 

35 electrolyte layer 3 is too thin, hydrogen may markedly 
permeate into the oxygen electrode 5, so that a de- 
crease of output voltage may be brought about. Further- 
more, in this case, the mechanical strength of the lay- 
ered body 29 may be relatively decreased. Therefore, if 

40 such a fuel cell 1 is installed in a vehicle or the like, the 
electrolyte layer 3 may rupture under certain vibrating 
conditions. 

(4) Oxygen electrode 5 

45 

[0076] The oxygen electrode (positive electrode; 
cathode) 5 is composed of, in the order from outside, 
the oxygen-diffusion layer 52 having the oxygen-elec- 
trode-outside water-repellent-material-containing layer 
50 522, the oxygen-diffusion-layer core portion 521, and 
the oxygen-electrode-inside water-repellent-material- 
containing layer 523, and the oxygen-reactive layer 51 
joined to the oxygen -diffusion layer 52. 

55 (4.1) Oxygen-diffusion layer 52 

[0077] The oxygen-diffusion layer 52 has a function 
of diffusing oxygen supplied to the oxygen electrode 5 
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and lessening nonuniformity of the oxygen supply to the 
oxygen-reactive layer 51 . The oxygen -diffusion layer 52 
also provides a path for electricity to the oxygen -re active 
layer 51. Moreover, the oxygen -diffusion layer 52 plays 
a role in keeping the water balance in the fuel cell 1 in 
a state appropriate to generating electricity, with the fu- 
el-diffusion layer 42. 

[0078] From this viewpoint in the fuel cell 1 of the 
present embodiment, at both sides of the oxygen-diffu- 
sion layer 52 are provided layers containing a water-re- 
pellent material. Thereby, the above-mentioned effects 
can be obtained more effectively. 
[0079] Hereinafter, the oxygen-diffusion layer 52 is 
described in more detail. 

[0080] As shown in FIG. 1 , the oxygen-diffusion layer 
52 has a structure in which water-repellent-material- 
containing layers are respectively provided on both sur- 
faces of the oxygen-diffusion-layer core portion (core 
layer) 521 constituting a main portion of the oxygen-dif- 
fusion layer 52. In the present specification, for conven- 
ience of description, the water-repellent-material-con- 
taining layer provided at the outside of the oxygen-dif- 
fusion layer 52 is usually referred to as the "oxygen- 
etectrode-outside water-repellent-material-containing 
layer 522", and the water-repellent-material-containing 
layer provided at the inside of the oxygen-diffusion layer 
52 is usually referred to as the "oxygen-electrode-inside 
water-repellent-material-containing layer 523". 
[0081] In other words, the oxygen -diffusion layer 52 
has a structure in which the oxygen-electrode-outside 
water-repellent-material-containing layer 522 is provid- 
ed on an outer surface of the oxygen-diffusion-layer 
core portion 521 , and the oxygen-electrode-inside wa- 
ter-repellent-material-containing layer 523 is provided 
on an inner surface of the oxygen-diffusion-layer core 
portion 521. 

(4.1.1) Oxygen-diffusion-layer core portion 521 

[0082] The fuel-diffusion-layer core portion 521 con- 
stitutes a main portion of the oxygen-diffusion layer 52. 
In this oxygen-diffusion-layer core portion 521 , oxygen 
supplied to the oxygen electrode 5 is well diffused. The 
oxygen-diffusion-layer core portion 521 also provides a 
path for electricity to the oxygen -reactive layer 51 . More- 
over, the oxygen-diffusion-layer core portion 521 has a 
function of enhancing the strength of the fuel cell 1 . 
[0083] Preferable conditions of the oxygen-diffusion- 
layer core portion 521 such as a material, the thickness, 
and the like of the oxygen-diffusion-layer core portion 
521 are same as those described in the section of the 
fuel-diffusion-layer core portion 421 . Therefore, the de- 
scription about them is omitted here. 

(4.1.2) Oxygen-electrode-inside water-repellent- 
material-containing layer 523 

[0084] The oxygen -electrode- in side water-repellent- 



material-containing layer 523 plays an important role in 
adjusting the water repellency of the oxygen-diffusion 
layer 52, with the oxygen-electrode-outside water-repel- 
lent-material-containing layer 522. Furthermore, theox- 
5 ygen-electrode-inside water-repellent-material-con- 
taining layer 523 provides paths for oxygen gas and 
electricity. 

[0085] Preferable conditions except those described 
later such as materials, the thickness, and the like of the 
10 oxygen-electrode-inside water-repellent-material -con- 
taining layer 523 are same as those described in the 
section of the fuel-electrode-inside water-repellent-ma- 
terial-containing layer 423. Therefore, the description 
about them is omitted here. 

15 

(4.1 .3) Oxygen-electrode-outside water-repellent- 
material-containing layer 522 

[0086] As described above, the oxygen-electrode- 
20 outside water-repellent-material-containing layer 522 
plays an important role in adjusting water repellency of 
the oxygen-diffusion layer 52, with the oxygen-elec- 
trode-inside water-repellent-material-containing layer 
523. Furthermore, the oxygen-electrode-outside water- 
25 repellent-material-containing layer 522 provides paths 
for oxygen gas and electricity. 

[0087] Preferable conditions of the oxygen-electrode- 
outside water-repellent-material-containing layer 522 
such as materials, the thickness, and the like of the ox- 
30 ygen-electrode-outside water-repellent-material -con- 
taining layer 522 are same as those described in the 
section of the oxygen-electrode-inside water-repellent- 
material-containing layer 523. Therefore, the descrip- 
tion about them is omitted here. 
35 [0088] As described above, in the fuel cell 1 of the 
present embodiment, the water repellency of the oxy- 
gen-electrode-outside water-repellent-material-con- 
taining layer 522 and the oxygen-electrode-inside wa- 
ter-repellent-material-containing layer 523 islowerthan 
40 that of the f uel-electrode-outside water-repellent-mate- 
rial-containing layer 422 and the fuel-electrode-inside 
water-repellent-material-containing layer 423. Detail 
about this point is described after explaining the oxygen- 
reactive layer 51. 

45 

(4.2) Oxygen-reactive layer 51 

[0089] The oxygen -reactive layer 51 contains a cata- 
lyst that promotes oxygen reduction, and can reduce the 
so oxygen. 

[0090] The oxygen- reactive layer 51 contains a cata- 
lyst that promotes oxygen reduction, and, depending on 
necessity, a carrier for carrying the catalyst and ion-ex- 
change resin. 

55 [0091] As the catalyst, for example, transition metal 
such as platinum metal (platinum (Pt), ruthenium (Ru), 
rhodium (Rh), palladium (Pd), osmium (Os), iridium (Ir), 
and the like), gold (Au) and etc., alloys of these metals, 
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alloys of these metals and other metals, and so on are 
used. 

[0092] !t is especially preferable to use platinum or a 
platinum alloy as the catalyst of the oxygen- reactive lay- 
er 51. Platinum and the platinum alloy are excellent in 
the function of promoting oxygen reduction. Therefore, 
if platinum or the platinum alloy is used as the catalyst 
of the oxygen electrode 5, the fuel cell 1 can reduce ox- 
ygen efficiently in the oxygen electrode 5, and its cell 
output will be enhanced. 

[0093] It is preferable that the above-mentioned cat- 
alyst be in the form of particles (fine particles). Thereby, 
the specific surface area of the catalyst is increased, and 
efficiency of the oxygen reduction is enhanced. In this 
case, preferable conditions of the catalyst (average par- 
ticle diameter, specific surface area, and the like) of the 
oxygen-reactive layer 51 are same as those described 
in the section of the fuel-reactive layer 41 . 
[0094] In the case where the catalyst is in the form of 
particles, it is recommended that such a catalyst be car- 
ried by a carrier. Thereby, the oxygen -reactive layer 51 
can hold the catalyst well. The description about the car- 
rier in the section of the fuel-reactive layer 41 can be 
applied to this carrier. 

[0095] It is preferable that the oxygen -reactive layer 
51 contain ion-exchange resin. Thereby, hydrogen ions 
moved from the electrolyte layer 3 can move smoothly 
into the oxygen -reactive layer 51 . Therefore, the fuel cell 
1 can generate electricity more efficiently. The descrip- 
tion about the ion-exchange resin in the section of the 
fuel-reactive layer 41 can be applied to this ion-ex- 
change resin. 

[0096] Preferable conditions of the oxygen-reactive 
layer 51, such as contents of the catalyst, the carrier, 
ion-exchange resin contained in the oxygen-reactive 
layer 51 , the thickness of the oxygen -reactive layer 51 , 
and etc. are same as those described in, the section of 
the fuel-reactive layer 41. Therefore, the description 
about them is omitted here. 

(4.3) Difference of the water-repel lency between the 
fuel-diffusion layer 42 and the oxygen-diffusion 
layer 52 

(4.3.1) 

[0097] The fuel cell 1 generates electricity by oxidizing 
fuel in the fuel-reactive layer 41 and reducing oxygen in 
the oxygen-reactive layer 51 . At this time, water is gen- 
erated in the oxygen -reactive layer 51 . In addition, hy- 
drogen ions are generated in the fuel-reactive layer 41 . 
These hydrogen ions move into the oxygen- reactive lay- 
er 51 through the electrolyte layer 3, taking water mol- 
ecules. 

[0098] Therefore, while the fuel cell 1 is running, there 
is a tendency that water decreases in the fuel-reactive 
layer 41 and water increases in the oxygen- reactive lay- 
er 51 . However, when the amount of water becomes ex- 



cessive in the oxygen-reactive layer 51, oxygen be- 
comes apt to not move into the oxygen -reactive layer 
51 from the oxygen-diffusion layer 52. In other words, 
when the amount of water in the oxygen -reactive layer 
5 51 becomes too large, the oxygen becomes unlikely to 
be supplied to the oxygen -reactive layer 51 . In addition, 
when the amount of water becomes too small in the fuel- 
reactive layer41 , efficiency of generating hydrogen ions 
is decreased. 

10 [0099] The inventors of the present invention consid- 
ered that they could solve this problem and make the 
fuel cell 1 generate electricity efficiently if the amount of 
water in the oxygen-reactive layer 51 was prevented 
from being excessively increased and the amount of wa- 

is ter in the fuel-reactive layer 41 was prevented from be- 
ing excessively decreased. 

[0100] Forthis purpose, In the fuel cell 1 of the present 
invention, the water repellency of the fuel-diffusion layer 
42 is prescribed to be higher than that of the oxygen- 
ic diffusion layer 52. 

[0101] When the water repellency of the fuel-diffusion 
layer 42 is prescribed to be higher than that of the oxy- 
gen-diffusion layer 52, i.e., when the water repellency 
of the oxygen-diffusion layer 52 is prescribed to be lower 
25 than that of the fuel-diffusion layer 42, water in the oxy- 
gen-reactive layer 51 is encouraged to pass through the 
oxygen -diffusion layer 52 and to be discharged efficient- 
ly out of the oxygen electrode 5. In addition, water in the 
fuel-reactive layer 41 is encouraged to not enterthefuel- 
30 diffusion layer 42 and, moreover, to not pass through 
the fuel-diffusion layer 42. Therefore, there arises an in- 
clination that larger amounts of water are accumulated 
in the fuel-reactive layer 41 . 

[0102] Accordingly, in the fuel cell 1 of the present in- 
35 vention, the amount of water in the oxygen -reactive lay- 
er 51 is prevented from being excessively Increased, 
and the amount of water in the fuel-reactive layer 41 is 
prevented from being excessively decreased. There- 
fore, in the fuel cell 1 of the present invention, reactions 
40 in the fuel-reactive layer 41 and the oxygen- reactive lay- 
er 51 are facilitated so that its cell output is enhanced. 
[0103] Furthermore, if the water repellency of the fuel- 
diffusion layer 42 and the oxygen-diffusion layer 52 is 
adjusted, the water balance in the fuel cell 1 can be kept 
45 in a fine state even if the water repellencies of the fuel- 
reactive layer 41 and the oxygen-reactive layer 51 are 
not strictly adjusted. 

[0104] Generally, fuel-reactive layers and oxygen-re- 
active layers contain ion-exchange resin in most cases. 

so Therefore, for example, if the fuel-reactive layer and the 
oxygen -reactive layer were made contain a water-repel- 
lent material so as to adjust their water repellencies, the 
conductivity of the fuel-reactive layer and the oxygen- 
reactive layerwould diminish. Therefore, the internal re- 

55 sistance of the fuel cell would increase so that the high 
cell output would be unlikely to be obtained. 
[0105] In contrast, fuel-diffusion layers and oxygen- 
diffusion layers are usually unnecessary to contain the 
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material which decreases conductivity and which is gen- 
erally contained in the fuel-reactive layers and the oxy- 
gen-reactive layers. Thus, for example, even if the fuel- 
diffusion layer and the oxygen-diffusion layer are made 
contain a water-repellent material so as to adjust the wa- 
ter repellencies of the fuel-diffusion layer and the oxy- 
gen-diffusion layer, the electric resistances of the fuel- 
diffusion layer and the oxygen-diffusion layer are pre- 
vented from being excessively increased. 
[0106] As a conclusion, if the water repellency of the 
fuel-diffusion layer 42 is prescribed to be higher than 
that of the oxygen-diffusion layer 52 as in the fuel cell 1 
of the present invention, the water balance in the fuel 
cell 1 can be kept in a state appropriate to generating 
electricity without letting increase enormously the inter- 
nal resistance of the fuel cell 1 . It should be noted that 
such description does not exclude the prescription that 
adds water-repellent materials to the fuel-reactive layer 

41 and/or the oxygen -reactive layer 51 and that makes 
difference between water repellency of the fuel- reactive 
layer 41 and that of the oxygen -reactive layer 51 in the 
present invention. 

(4.3.2) Difference between the water- repe lie nt- 
material-containing layer in the fuel-diffusion layer 

42 and that of the oxygen-diffusion layer 52 

[0107] In this section, in order to prevent the descrip- 
tion from being complicated and make the explanation 
concise and clear, it is assumed that the fuel-electrode- 
outside water-repellent-material-containing layer 422 is 
included in the fuel-electrode-inside water-repellent- 
material-containing layer 423, and that the oxygen-elec- 
trode-outside water-repellent-material-containing layer 
522 is included in the oxygen-electrode-inside water-re- 
pellent-material-containing layer 523. 
[01 08] It is recommended that the difference between 
the water repellency of the fuel-diffusion layer 42 and 
that of the oxygen-diffusion layer 52 be realized by mak- 
ing difference between the water repellency of the fuel- 
electrode-inside water-repellent-material-containing 
layer 423 and that of the oxygen-electrode-inside water- 
repellent-material-containing layer 523. 
[0109] Thereby, it becomes easy to adjust the water 
repellency of the fuel-diffusion layer 42 and the oxygen- 
diffusion layer 52. Furthermore, it becomes very easy to 
adjust the water balance in the fuel cell 1 so as to gen- 
erate electricity smoothly and efficiently. In addition, the 
increase of the electric resistance of the entire fuel-dif- 
fusion layer 42 and the entire oxygen -diffusion layer 52 
can be well suppressed. 

[0110] For example, in the fuel cell 1 , the water repel- 
lency of the fuel-electrode-inside water-repellent-mate- 
rial-containing layer 423 can be prescribed to be higher 
than that of the oxygen -electrode-inside water-repel- 
lent-material-containing layer 523 by setting the content 
of the water-repellent material in the fuel-electrode-in- 
side water-repellent-material-containing layer 423 high- 



er than that in the oxygen-electrode-inside water-repel- 
lent-material-containing layer 523. 
[0111] If the water repellency is adjusted by the meth- 
od described above, it becomes easy to adjust the water 
s repellency of the fuel-electrode-inside water-repellent- 
material-containing layer 423 and the oxygen-elec- 
trode-inside water-repellent-material-containing layer 
523 as the water balance in the fuel eel 1 1 becomes more 
suitable to generate electricity. 
10 [0112] In the case where the water repellency is ad- 
justed by the method described above, the content of 
the water-repellent material in the fuel-electrode-inside 
water-repellent-material-containing layer 423 should be 
prescribed to be higher than that in the oxygen-elec- 
trode-inside water-repellent-material-containing layer 
523 preferably by at least 5 wt%, more preferably by at 
least 10 wt%, and further more preferably by at least 
12.5 wt%. Thereby, an excessive increase of the water 
amount in the oxygen-reactive layer 51 can be prevent- 
ed more satisfactorily, and an excessive decrease of the 
water amount in the fuel-reactive layer 41 can also be 
prevented more satisfactorily. 

[0113] In such a fuel cell 1 , the content of the water- 
repellent material in the fuel-electrode-inside water-re- 
pellent-material-containing layer 423 should be set pref- 
erably in a range of about 20 to 80 wt%, more preferably 
in a range of about 30 to 70 wt%, and furthermore pref- 
erably in a range of about 45 to 65 wt%. Thereby, the 
fuel-reactive layer 41 can hold an amount of water that 
is suitable for generating hydrogen ions efficiently and 
more satisfactorily. 

[01 1 4] Furthermore, thecontent of the water-repellent 
material in the oxygen-electrode-inside water-repellent- 
material-containing layer 523 should be set preferably 
in a range of about 15 to 65 wt%, more preferably in a 
range of about 25 to 55 wt%, andf urther more preferably 
in a range of about 30 to 50 wt%. Thereby, the oxygen- 
reactive layer 51 can discharge extra water more ade- 
quately. 

[01 15] In such a fuel cell 1 , for example, the water re- 
pellency of the fuel-electrode-inside water-repellent- 
material-containing layer 423 can also be prescribed to 
be higher than that in the oxygen-electrode-inside wa- 
ter-repellent-material-containing layer 523 by setting 
the water repellency of the conductive material con- 
tained in the fuel-electrode-lnside water-repellent-mate- 
rial-containing layer 423 higher than that of the conduc- 
tive material contained in the oxygen-electrode-inside 
water-repellent-material-containing layer 523. 
[01 1 6] If the water repellency is adjusted by the meth- 
od described above, the water repellency of the fuel- 
electrode-inside water-repellent-material-containing 
layer 423 and the oxygen-electrode-inside water-repel- 
lent-material-containing layer 523 can be adjusted with 
skillfully suppressing the increase of the electric resist- 
ance of the fuel-electrode-inside water-repellent-mate- 
rial-containing layer 423 and the oxygen-electrode-in- 
side water-repellent-material-containing layer 523. 
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[01 17] The degree of the water repellency of the con- 
ductive material can be indicated by the amount of a hy- 
drophilic group contained in the conductive material and 
the amount of a hydrophobic group contained in the con- 
ductive material. 

[0118] In such a fuel cell 1 , it is preferable to set the 
thickness of the fuel-electrode-inside water-repellent- 
material-containing layer 423 larger than that of the ox- 
ygen-electrode-inside water-repellent-material-con- 
taining layer 523. Thereby, in the fuel electrode 4, the 
water tends to stay in the fuel-reactive layer 41 more 
satisfactorily, and in the oxygen electrode 5, the water 
tends to be discharged from the oxygen-reactive layer 
51 more properly. 

[0119] Such effects can be obtained more effectively 
if the thickness of the fuel-electrode-inside water-repel- 
lent-material-containing layer 423 is set larger by at 
least 5 jim than that of the oxygen-electrode-inside wa- 
ter-repellent-material-containing layer 523. 
[01 20] The thickness of the fuel-electrode-inside wa- 
ter-repellent-material-containing layer 423 may be set 
same as that of the oxygen-electrode-inside water-re- 
pellent-material-containing layer 523. Furthermore, the 
fuel-electrode-inside water-repellent-material-contain- 
ing layer 423 may be made thinner than the oxygen- 
electrode-inside water-repellent-material-containing 
layer 523. 

[01 21 ] In such a fuel cell 1 , in the case where the fuel- 
electrode-inside water-repellent-material-containing 
layer 423 and the oxygen-electrode-inside water-repel- 
lent-material-containing layer 523 are porous, it is pref- 
erable to set the porosity of the fuel-electrode-inside wa- 
ter-repellent-material-containing layer 423 lower than 
that of the oxygen-electrode-inside water-repellent-ma- 
terial-containing layer 523. Thereby, in thefuel electrode 
4, the water tends to stay in the fuel-reactive layer 41 
more nicely, and in the oxygen electrode5, unnecessary 
water tends to be discharged from the oxygen-reactive 
layer 51 more nicely. 

[0122] Such effects can be obtained more effectively 
if the porosity of the fuel-electrode-inside water-repel- 
lent-material-containing layer 423 is set lower by at least 
5% than that of the oxygen-electrode-inside water-re- 
pellent-material-containing layer 523. 
[0123] The porosity of the fuel-electrode-inside water- 
repellent-material-containing layer 423 may be set 
same as that of the oxygen-electrode-inside water-re- 
pel lent-material-containing layer 523. Furthermore, the 
porosity of the fuel-electrode-inside water-repellent-ma- 
terial-containing layer 423 maybe set higher than that of 
the oxygen-electrode-inside water-repellent-material- 
containing layer 523. 

[01 24] I n the case where the fuel-electrode-inside wa- 
ter-repellent-material-containing layer 423 is porous, 
the porosity of the fuel-electrode-inside water-repellent- 
material-containing layer 423 should be set preferably 
in a range of about 20 to 70% and more preferably in a 
range of about 35 to 55% though not particularly limited. 



Furthermore, in the case where the oxygen-electrode- 
inside water-repellent-material-containing layer 523 is 
porous, the porosity of the oxygen-electrode-inside wa- 
ter-repellent-material-containing layer 523 should be 

5 set preferably in a range of about 30 to 80% and more 
preferably in a range of about 45 to 65% though not par- 
ticularly limited. Thereby, the above-mentioned effect 
can be obtained more satisfactorily. 
[01 25] An advantage that the hydrogen becomes apt 

10 to pass easily through the fuel-electrode-inside water- 
repellent-material-containing layer 423 is obtained if the 
fuel-electrode-inside water-repellent-material-contain- 
ing layer 423 is made porous. Furthermore, an advan- 
tage thatthe oxygen becomes aptto pass easily through 

15 the oxygen-electrode-inside water-repellent-material- 
containing layer 523 is obtained, if the oxygen-elec- 
trode-inside water-repellent-material-containing layer 
523 is made porous. 

[0126] It should be remarked that the porosity of the 
20 fuel-electrode-inside water-repellent-material-contain- 
ing layer 423 and the oxygen-electrode-inside water-re- 
pellent-material-containing layer 523 may not be within 
above-mentioned values, 

[0127] In such a fuel cell 1 , a water contact angle on 

25 the surface of the fuel-diffusion layer 42 should be larger 
than that on the surface of the oxygen-diffusion layer 52 
preferably by at least 5° and more preferably by at least 
10°. Thereby, the fuel cell 1 can obtain the above-men- 
tioned effect more effectively. 

30 [0128] In such a fuel cell 1 , the water contact angle 
on the surface of the fuel-diffusion layer 42 should be 
preferably in a range of about 1 00 to 1 60° and more pref- 
erably in a range of about 1 30 to 1 50°. Thereby, thef uel- 
diffusion layer 42 allows water to stay in the fuel-reactive 

35 layer 41 more properly. 

[0129] Moreover, in such a fuel cell 1 , the water con- 
tact angle on the surface of the oxygen-diffusion layer 
52 should be preferably in a range of about 90 to 150° 
and more preferably in a range of about 110 to 130°. 

40 Thereby, the oxygen-diffusion layer 52 can discharge 
water more satisfactorily. 

[0130] In the fuel-diffusion layer 42, the water repel- 
lency of the fuel-electrode-inside water-repellent-mate- 
rial-containing layer 423 can be set equal to or different 

45 from that of the fuel-electrode-outside water-repellent- 
material-containing layer 422. Furthermore, in the oxy- 
gen-diffusion layer 52, the water repellency of the oxy- 
gen-electrode-inside water-repellent-material-contain- 
ing layer 523 can be set equal to or different from that 

so of the oxygen-electrode-outside water-repellent-materi- 
al-containing layer 522. 

[0131] Assuming that F2 represents the water repel- 
lency of the fuel-electrode-outside water-repellent-ma- 
terial-containing layer 422, F3 represents the water re- 
55 pellency of the fuel-electrode-inside water-repellent- 
material-containing layer 423, 02 represents the water 
repellency of the oxygen-electrode-outside water-repel- 
lent-material-containing layer 522, and 03 represents 
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the water repellency of the fuel-electrode-inside water- 
repellent-material-containing layer 523, the relation- 
ships of the water repellencies among these four layers 
can be adjusted, for example, like followings: F2 = F3 > 
03 = 02, F2 > F3 > 03 > 02, F3 > F2 > 03 > 02, F2 > 
F3 > 02 > 03, F3 > F2 > 02 > 03. The relationships of 
the water repellencies among these four layers may be 
set other than those above. 

[0132] As in the case of fuel cell 1 shown in FIG. 1 , in 
the case where the fuel-diffusion layer 42 has plural wa- 
ter-repellent-material-containing layers, the "water re- 
pellency of a water-repetlent-material-containing layer" 
of the fuel-diffusion layer 42 can be indicated by the av- 
erage of the water repellency of each of the water-re- 
pellent material containing layers. Furthermore, as in 
the case of fuel cell 1 shown in FIG. 1 , in the case where 
the oxygen-diffusion layer 52 has plural water-repellent- 
material-containing layers, the "water repellency of the 
water-repellent-material-containing layer" of the oxy- 
gen-diffusion layer 52 can be indicated by the average 
of the water repellency of each of the water-repellent- 
material-containing layers, 

[01 33] The water repellency of the fuel-diffusion layer 
42 may be set higher than that of the oxygen-diffusion 
layer 52 by making the difference between the water re- 
pellency of the fuel-diffusion-layer core portion 421 and 
that of the oxygen -diffusion -layer core portion 521 . 

(5) Cell frame 

[0134] In the fuel cell 1 , two cell frames (separators) 
are provided as between them is interposed the layered 
body 29 mentioned above. More specifically, the fuel- 
electrode-side cell frame 7 and the oxygen -electrode- 
side cell frame 8 are in contact with the fuel electrode 4 
and the oxygen electrode 5, respectively, and these cell 
frames support the layered body 29. 
[01 35] The fuel-electrode-side cell frame 7 is shaped, 
for example, in such a figure that on a board are formed 
plural grooves, whose traverse cross-sectional shapes 
are rectangular, in parallel. In the fuel cell 1 shown in 
FIG. 1, the fuel-electrode-side cell frame 7 is provided 
as its side having the grooves 72 faces to the fuel elec- 
trode 4. In the fuel cell 1 , flow paths 71 for hydrogen are 
formed by the grooves 72. Through these flow paths 71 , 
hydrogen Is supplied to the fuel electrode 4. 
[0136] At the side where the grooves 72 are formed, 
portions of the surface that is not contributing to forming 
the grooves 72 are in contact with the fuel electrode 4 
(more specifically, the fuel-electrode-outside water-re- 
pellent-material-containing layer 422). In addition, the 
fuel-electrode-side cell frame 7 is made of, for example, 
a conductor such as carbon-containing resin and the 
like. Thus, the fuel-electrode-side cell frame 7 can func- 
tion as a negative electrode side terminal. Therefore, in 
the fuel cell 1 , if wiring 1 01 is connected to the fuel-elec- 
trode-side cell frame 7, the wiring 101 becomes con- 
ducted with the fuel electrode 4. 



[01 37] The oxygen-electrode-side cell frame 8 has a 
shape same as that of the fuel-electrode-side cell frame 
7. In the fuel cell 1 , grooves 82 formed on the oxygen- 
electrode-side cell frame 8 constitute flow paths 81 for 
5 air. Through these flow paths 81, air is supplied to the 
oxygen electrode 5. At the side where the grooves 82 
are formed, portions of the surface that is not contribut- 
ing to forming the grooves 82 are in contact with the ox-* 
ygen electrode 5 (more specifically, the oxygen-elec- 
10 trode-outside water-repellent-material-containing layer 
522). In addition, the oxygen -electrode-side cell frame 
8 is made of, for example, a material same as that of the 
fuel-electrode-side cell frame 7. Thus, the oxygen-elec- 
trode-side cell frame 8 can function as a positive elec- 
ts trode side terminal. Therefore, in the fuel cell 1 , if wiring 
102 is connected to the oxygen-electrode-side cell 
frame 8, the wiring 1 02 becomes conducted with the ox- 
ygen electrode 5. 

[01 38] In the fuel cell 1 shown in FIG. 1 , the fuel-elec- 

20 trode-side cell frame 7 and the oxygen-electrode-side 
cell frame 8 are arranged as the grooves 72 and the 
grooves 82 are almost orthogonal to each other. There- 
fore, in the fuel cell 1 shown in FIG. 1 , the flow paths 71 
and the flow paths 81 are in a positional relation such 

25 that they are almost orthogonal to each other. Thereby, 
constitution and arrangement of components for supply- 
ing hydrogen and air can be simplified. In FIG. 1, the 
flow paths 71 extend in a vertical direction to the drawing 
surface, and the flow paths 81 extend in the up-and- 

30 down direction in FIG. 1 . 

[01 39] The grooves 72 and the grooves 82 may not 
be put orthogonal to each other. 
[01 40] If such cell frames are attached to the layered 
body 29, assembly of the fuel cell 1 , wiring, and supply 

35 of fuel and air become easy. 

[01 41 ] The cell frames may not be provided. 

(6) Action of the fuel cell 1 

40 [0142] Hereinafter, the action of the fuel cell 1 is de- 
scribed. In the following description, the action is ex- 
plained in a model-like manner to make explanation 
plain. 

[0143] First, one end of the wiring 101 is connected 
45 to the fuel-electrode-side cell frame 7, and one end of 
the wiring 102 is connected to the oxygen-electrode- 
side cell frame 8. Furthermore, the other ends of the wir- 
ing 101 and the wiring 102 are connected to a load 109. 
[0144] Then, hydrogen gas is sent to the flow paths 
so 71 , and air is sent to the flow paths 81 . Furthermore, 
liquid water (refrigerant) is sent to the flow paths 81 . At 
this time, in FIG. 1 , the hydrogen gas flows in a vertical 
direction to the drawing surface, and the air and water 
flow in an up-and-down direction in FIG. 1 . In this case, 
55 the amount of water supply should be set preferably in 
a range of about 0.1 to 1 .0 mg/cm 2 • sec though not par- 
ticularly limited. 

[0145] It is preferable that the hydrogen gas be sup- 
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plied under pressure. Thereby, efficiency of hydrogen 
gas utilization is enhanced. In this case, the supply pres- 
sure of the hydrogen gas should be set preferably in a 
range of about 0.5 to 1 kgf/cm 2 . Hydrogen gas may not 
be supplied under pressure. 

[0146] When the hydrogen gas is sent to the flow 
paths 71 , the hydrogen is supplied to the surface of the 
fuel electrode 4. Then, the hydrogen enters the fuel-dif- 
fusion layer 42 from the fuel-electrode-outside water-re- 
pellent-material-containing layer 422. Then, the hydro- 
gen passes through the fuel-diffusion layer 42 (the fuel- 
electrode-outside water-repellent-material-containing 
layer 422, the fuel-diffusion-layer core portion 421 , and 
the fuel-electrode-inside water-repellent-material-con- 
taining layer 423), being diffused in the fuel-diffusion lay- 
er 42, and reaches the fuel-reactive layer 41 . 
[01 47] When the air is sent to the flow paths 81 , oxy- 
gen is supplied to the surface of the oxygen electrode 
5. Then, the oxygen enters the oxygen-diffusion layer 
52 from the oxygen-electrode-outside water-repellent- 
material-containing layer 522. Then, the oxygen passes 
through the oxygen-diffusion layer 52 (the oxygen-elec- 
trode-outside water-repellent-material-containing layer 
522, the oxygen -diffusion-layer core portion 521 , and 
the oxygen-electrode-inside water-repellent-material- 
containing layer 523), being diffused in the oxygen-dif- 
fusion layer 52, and reaches the oxygen -reactive layer 
51. 

[01 48] When the liquid water is sent to the flow paths 
81 , it reaches the surface of the oxygen electrode 5, but 
it is basically prevented from entering the oxygen elec- 
trode 5. The reason is that since the water molecules 
flowing in the flow paths 81 are in the form of large ag- 
gregates (so-called large clusters), it is difficult for the 
water to pass through the oxygen -elect rode -outside wa- 
ter-repellent-material-containing layer 522 that has wa- 
ter repellency. 

[0149] In the fuel cell 1 of the present invention, the 
layer containing the water-repellent material (oxygen- 
electrode-outside 

water-repellent-material-containing layer 522) is provid- 
ed at the surface portion of the electrode (oxygen elec- 
trode 5) to which water is supplied. Therefore, in the fuel 
cell 1, a large amount of water is apt to not adhere to 
the surface of the oxygen electrode 5. Thus, in the fuel 
cell 1 of the present Invention, the oxygen can easily 
enter the oxygen electrode 5. 

[01 50] When the hydrogen (H 2 ) is supplied to the fuel- 
reactive layer 41 , following reaction occurs in the fuel- 
reactive layer 41 by the action of the catalyst. 

H 2 -> 2H + + 2e- (i) 

[0151] At this time, electrons (e - ) generated in the fu- 
el-reactive layer 41 move from the fuel-reactive layer 41 
into the oxygen -reactive layer 51 through the fuel-diffu- 



sion layer 42. the fuel-electrode-side cell frame 7, the 
wiring 101, the load 109, the wiring 102, the oxygen- 
electrode-side cell frame 8, and the oxygen-diffusion 
layer 52. During this process, the electrons work at the 
s load 109. 

[0152] Furthermore, hydrogen ions (H + ) generated in 
the fuel-reactive layer 41 move from the fuel-reactive 
layer 41 into the oxygen-reactive layer 51 through the 
electrolyte layer 3. 
10 [0153] In the oxygen-reactive layer 51 , from the oxy- 
gen (0 2 ) supplied from the flow paths 81 , the electrons 
having passed through the wirings, and the hydrogen 
ions having moved through the electrolyte layer 3, fol- 
lowing reaction occurs by the action of the catalyst. 

15 

(1/2)0 2 + 2H + + 2e" -> H 2 0 (ii) 

[01 54] At this time, due to the difference of water pres- 
to sures in the oxygen-reactive layer 51 and the oxygen- 
diffusion layer 52, a capillary action, and etc., much of 
the generated water (H 2 0) moves from the oxygen-re- 
active layer 51 through the oxygen -diffusion layer 52 
and is discharged on the surface of the oxygen electrode 
25 5 (the surface of the oxygen-electrode-outs ide water- 
repellent-material-containing layer 522). In this case, 
since watermolecules passing through the oxygen -dif- 
fusion layer 52 do not form aggregates, or, alternatively, 
even if the water molecules form aggregates, their size 
30 is small, they can pass through the oxygen-electrode- 
inside water-repellent-material-containing layer 523 
and the oxygen-electrode-outside water-repellent-ma- 
terial-containing layer 522 smoothly. 
[01 55] Going back slightly, referred to the above-men- 
55 tioned equation (i), the hydrogen ions generated in the 
fuel-reactive layer 41 move from the fuel-reactive layer 
41 into the oxygen -reactive layer 51 through the elec- 
trolyte layer 3. At this time, the hydrogen ions migrate 
accompanying with water molecules. Therefore, in the 
40 fuel-reactive layer 41 , the amount of water tends to de- 
crease. However, when the amount of water in the fuel- 
reactive layer 41 decreases to some degree, the water 
begins to move back from the oxygen -reactive layer 51 
into the fuel-reactive layer 41 due to the water concen- 
45 tration difference between the oxygen-reactive layer 51 
and the fuel-reactlve layer 41 . In addition, in the fuel cell 
1 of the present invention, the water in the fuel-reactive 
layer 41 is apt to not be diffused into the fuel-diffusion 
layer 42. Thus, in the fuel-reactive layer 41 , the amount 
so of water is prevented from being largely decreased. 
[0156] Consequently, because of the above-men- 
tioned action, in the fuel cell 1 , the amount of water in 
the oxygen -reactive layer 51 is apt to not become too 
large, and the amount of water in the fuel-reactive layer 
55 41 j s apt to not become too small. Therefore, the fuel 
cell 1 can generate electricity efficiently, and enables its 
cell output to be augmented. 
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[01 57] Due to the reactions shown in the above-men- 
tioned equations (i) and (ii), the layered body 29 as well 
as the reactive portion 21 becomes hot, but the layered 
body 29 is efficiently cooled by the water supplied to the 
flow paths 81". 

[01 58] In the above description, although the water is 
supplied to the oxygen electrode 5, water may be sup- 
plied to the fuel electrode 4. Furthermore, water may not 
be supplied to the fuel cell 1 . 

[0159] In the above description, although the air is 
supplied to the oxygen electrode 5, gas other than the 
air, such as pure oxygen gas, may be supplied to the 
oxygen electrode 5 as long as the gas contains oxygen 
molecules. 

(7) Method of producing the fuel eel! 1 

[0160] The layered body 29 of the above-mentioned 
fuel cell 1 can be produced, for example, by the process 
of preparing the electrolyte layer 3, laminating the fuel 
electrode 4 on one surface of the electrolyte layer 3, and 
laminating the oxygen electrode 5 on the other surface 
of it. 

(7.1) Producing the fuel electrode 4 

[0161] Hereinafter, an example of a method of pro- 
ducing the fuel electrode 4 is described. 
[0162] First, the fuel-diffusion-layer core portion 421 
is prepared. 

[0163] Next, the fuel-diffusion layer 42 is obtained by 
the process of forming the fuel-electrode-outside water- 
repellent-material-containing layer 422 and the fuel- 
electrode-inside water-repellent-material-containing 
layer 423 on both surfaces of the fuel-diffusion-layer 
core portion 421 , respectively. The water-repellent-ma- 
terial-containing layers can be formed, for example, by 
the process of coating constituent materials of the wa- 
ter-repellent-material-containing layer on the fuel-diffu- 
sion-layer core portion 421, followed by drying them, 
and applying heat and pressure to this fuel-diffusion-lay- 
er core portion 421 . In this case, the heating tempera- 
ture should be set preferably in a range of about 330 to 
400 QC though not particularly limited. Furthermore, the 
applied pressure should be set preferably in a range of 
about 20 to 100 kg/cm 2 though not particularly limited. 
[0164] Next, the fuel-reactive layer 41 is formed on 
the fuel-electrode-inside water-repellent-material-con- 
taining layer 423 so as to obtain the fuel electrode 4. 
The fuel-reactive layer 41 can be formed, for example, 
by the process of coating constituent materials of the 
fuel-reactive layer 41 on the fuel-electrode-inside water- 
repellent-material-containing layer 423, followed by dry- 
ing them. 

(7.2) Producing the oxygen electrode 5 

[0165] The oxygen electrode 5 can be produced by 



the same method as that for the fuel electrode 4. 
(7.3) Producing the layered body 29 

5 [01 66] The layered body (layered unit) 29 can be pro- 
duced by the process of laminating the fuel electrode 4 
on one surface of the electrolyte layer 3 and laminating 
the oxygen electrode 5 on the other surface of the elec- 
trolyte layer 3 as the fuel-reactive layer 41 comes into 

10 contact with the electrolyte layer 3 and the oxygen-re- 
active layer 51 comes into contact with the electrolyte 
layer 3. 

[01 67] For example, the fuel electrode 4, the electro- 
lyte layer 3, and the oxygen electrode 5 are laminated 
is to one another by the process of stacking the fuel elec- 
trode 4, the electrolyte Iayer3, and the oxygen electrode 
5, as each layer Is disposed in the order described 
above, and applying heat and pressure to this stacked 
stuff. 

20 [0168] In this case, the heating temperature should be 
set preferably in arange of about 1 20 to 1 80 QC though 
not particularly limited. Furthermore, the applied pres- 
sure should be set preferably in a range of about 20 to 
100 kg/cm 2 though not particularly limited. 

25 

(7.4) 

[0169] Thereafter, the fuel cell 1 as shown in FIG. 1 
can be obtained by pinching the layered body 29 (fuel 
30 electrode 4 and the oxygen electrode 5) between the 
fuel-electrode-side cell frame 7 and the oxygen-elec- 
trode-side cell frame 8. 

[01 70] Up to here : the fuel cell of the present invention 
has been described based on the embodiment referred 
35 to the drawing, but the present invention is not limited 
therein. 

[0171] For example, in the fuel-diffusion layer, the wa- 
ter-repellent-material-containing layer may be provided 
only on one surface of the fuel-diffusion layer. Further- 

40 more, for example, in the oxygen-diffusion layer, the wa- 
ter-repellent-material-containing layer may be provided 
only on one surface of the oxygen-diffusion layer. More- 
over, for example, the water-repellent-material-contain- 
ing layer may not be provided. 

45 [0172] In the above-mentioned embodiment, hydro- 
gen is used as fuel, but, for example, methanol, hydra- 
zine, and the like may be used as fuel. 

(8) Fuel cell device 

50 

[0173] Hereinafter, a fuel cell device (fuel cell ma- 
chine) employing the fuel cell 1 is described. 
[0174] FIG. 2 is a circuit diagram showing an embod- 
iment of a fuel cell device according to the present in- 
55 vention. 

[0175] A fuel cell device 9 shown in FIG. 2 is equipped 
with the fuel cell 1 described above. This fuel cell device 
9 can generate electricity by supplying fuel and oxygen 



13 

BNSDOCIO: <EP 1139476A2_I_> 



25 



EP1 139 476 A2 



26 



to the fuel cell 1 . Hereinafter, the fuel cell device 9 is 
described more specifically. 

[0176] As shown in FIG. 2, the fuel cell device 9 has 
a cell unit 91 accommodating the fuel cell 1 , fuel supply 
means 92 for supplying hydrogen (fuel) to the fuel elec- 
trode 4 of the fuel cell 1 , oxygen supply means 93 for 
supplying air (gas containing oxygen gas) to the oxygen 
electrode 5 of the fuel cell 1 , water supply means 94 for 
supplying water to the oxygen electrode 5, gas-liquid 
mixing means (gas-liquid supply means) 95 for mixing 
air and water to be supplied to the oxygen electrode 5, 
regeneration means 96 for regenerating water supplied 
to the fuel cell 1 , fuel exhaust means 97 for exhausting 
hydrogen supplied to the fuel electrode 4, and an output 
meter 98 for detecting and displaying the cell output of 
the fuel cell 1 . 

[0177] Thecellunit91 accommodates at least one fu- 
el cell 1 . 

[0178] The fuel supply means (fuel supply line) 92 has 
a fuel source 921 for reserving hydrogen, a pipe 922 
whose one end is connected to the flow paths 71 of the 
fuel cell 1 and whose other end is connected to the fuel 
source 921 , and a valve 923 disposed on the pipe 922. 
The fuel source 921 is composed of : for example, a cyl- 
inder. 

[0179] The oxygen supply means (oxygen supply 
line) 93 has a pipe 931 whose one end is connected to 
the gas-liquid mixing means 95 and whose other end is 
open to the atmosphere. 

[01 80] The water supply means (water supply line) 94 
has a tank 941 for reserving water, a pipe 942 whose 
one end is connected to the gas-liquid mixing means 95 
and whose other end is connected to the tank 941, a 
pump 943 disposed on the pipe 942 f a hydraulic sensor 
944 disposed on the pipe 942 on a downstream side of 
the pump 943, a bypass line 945 branchedfrom the pipe 
942 whose one end is connected to a downstream side 
of the pump 943 and whose other end is connected to 
an upstream side of the pump 943, a valve 946 disposed 
on the bypass line 945, and water level detecting means 
947 disposed on and connected to the tank 941. The 
water level detecting means 947 has a function of de- 
tecting and monitoring the level of water reserved in the 
tank 941 , and has a water level sensor 948 for detecting 
the level of water reserved in the tank 941 , and an alarm 
949 connected to the water level sensor 948. 
[0181] The gas-liquid mixing means 95 has a nozzle 
951 to which one end of the pipe 942 is connected, and 
a space (gas-liquid supply chamber) 952 communicat- 
ing with the flow paths 81 of the fuel cell 1 . The pipe 931 
of the oxygen supply means 93 communicates with the 
space 952. 

[0182] The regeneration means (regeneration line) 96 
has a manifold (lower manifold) 966 for collecting the 
water that has passed through the flow paths 81 , a re- 
generation unit (condenser for condensing water in air) 
962 for separating the water and air that have passed 
through the flow paths 81 , a pipe 961 whose one end is 



connected to the manifold 966 and whose other end is 
connected to the regeneration unit 962, an exhaust line 
963 whose one end is connected to the regeneration 
unit 962 and whose other end is open to the atmos- 
5 phere, a valve 964 disposed on the exhaust line 963, 
and a pipe 965 whose one end is connected to the re- 
generation unit 962 and whose other end is connected 
to the tank 941 . 

[0183] The fuel exhaust means (fuel exhaust line) 97 
10 has a pipe 971 whose one end is connected to the flow 
paths 71 and whose other end communicates with the 
space 952, and a valve 972 disposed on the pipe 971 . 
[0184] The above-mentioned constitution of the fuel 
cell device 9 is optimum to operate the above-men- 
's tioned fuel cell 1 . 

[0185] The fuel source of the fuel supply means can 
also be composed of, for example, a cylinder equipped 
with a hydrogen-storing alloy or the like. In this case, the 
fuel cell device should have a configuration in which the 
fuel source of the fuel supply means is integrated with 
the regeneration unit of the regeneration means. There- 
by, the hydrogen-storing alloy of the fuel source can be 
heated by the air (air which contains water) exhausted 
from the flow paths 81 . In the fuel cell device equipped 
with the hydrogen-storing alloy in its fuel source, if the 
hydrogen-storing alloy of the fuel source can be heated 
by the air exhausted from the flow paths 81 , the hydro- 
gen can be supplied more smoothly from the hydrogen- 
storing alloy to the fuel cell 1 . In addition, thereby, the 
air exhausted from the flow paths 81 is cooled, and the 
water and air that have passed through the flow paths 
81 can be more efficiently separated from each other. 
[01 86] The fuel supply means may have a configura- 
tion, for example, in which methanol is reserved in the 
fuel source, this methanol is decomposed so as to gen- 
erate hydrogen, and this hydrogen is supplied to the fuel 
electrode. 

(9) Operation of the fuel cell device 9 

[0187] Hereinafter, the operation of the fuel cell device 
9 is described. 

[0188] First, the pump 943 is run. Furthermore, the 
valve 923 is opened at a certain opening. Moreover, the 
valve 964 is opened at a certain opening. 
[0189] When the valve 923 is opened at a certain 
opening, hydrogen is supplied from the fuel source 921 
to the flow paths 71 through the pipe 922. 
[0190] When the pump 943 is run, water in the tank 
941 is supplied to the nozzle 951 through the pipe 942. 
At this time, water-supply pressure is detected by the 
hydraulic sensor 944. In the case where the water-sup- 
ply pressure is high, an operator can adjust the water- 
supply pressure by lowering the power of the pump 943. 
The operator can also adjust the water-supply pressure 
by opening the valve 946 at a certain opening and mak- 
ing the water partially circulate between the bypass line 
945 and the pipe 951 . 
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[0191] The water supplied to the nozzle 951 is 
sprayed into the space 952 from the nozzle 951 , and 
becomes atomized (particular). 

[01 92] Air is supplied from the pipe 931 into the space 
952. 

[01 93] The water sprayed from the nozzle 951 and the 
air supplied from the pipe 931 are mixed in the space 
952. The mixed water and air are supplied to the flow 
paths 81. 

[0194] Then, the fuel cell 1 generates electricity in the 
cell unit 91 , using the hydrogen supplied by the fuel sup- 
ply means 92 and the air supplied by the oxygen supply 
means 93. 

[0195] The state of its cell output at this time is dis- 
played on the output meter 98. 

[0196] The fuel cell 1 is efficiently cooled by the water 

supplied by the water supply means 94. 

[01 97] The water and air that have passed throu gh the 

fuel cell 1 (flow paths 81 ) are collected by the manifold 

966. 

[01 98] These water and air pass through the pipe 961 
and flow into the regeneration unit 962. 
[0199] In the regeneration unit 962, the water is sep- 
arated from the air. 

[0200] Furthermore, in the regeneration unit 962, hy- 
drogen contained in the air exhausted from the fuel cell 
1 is removed. 

[0201] The air from which the hydrogen has been re- 
moved is exhausted from the exhaust line 963. 
[0202] The water in the regeneration unit 962 passes 
through the pipe 965 and flows into the tank 941 . There- 
by, the water supplied to the fuel cell 1 is reused, and, 
as a result, the water is used effectively. Furthermore, 
by the above-mentioned configuration of the fuel cell de- 
vice 9, the water generated in the oxygen-reactive layer 
51 due to electricity generation and exhausted from the 
oxygen electrode 5 can also be effectively used as cool- 
ing water. 

[0203] In the fuel cell device 9, the level of water re- 
served in the tank 941 is being detected by the water 
level sensor 948. In the case where the level of water in 
the tank 941 becomes a predetermined value or higher, 
the alarm 949 warns. Therefore, the fuel cell device 9 
can generate electricity more safely and reassuringly. 
[0204] In the case of finishing generating electricity, 
the operation of the pump 943 Is terminated, and the 
valve 923 and the valve 964 are closed. Thereby, the 
operation of the fuel cell device 9 is stopped. Thereafter, 
the pressure in the flow paths 71 may be released by 
opening the valve 972. This action further enhances the 
safety of the fuel cell device 9. 

[0205] As described above, if the fuel cell 1 has the 
configuration in which water is supplied to the oxygen 
electrode 5, the constitution of the fuel cell device 9 is 
simplified. In addition, handling and safety of the fuel 
cell device 9 are improved. 

[0206] Since the above-described fuel cell device 9 
has the fuel cell 1 mentioned above, it can generate 



electricity more efficiently so that it can gain a high out- 
put. 

EXAMPLES 

5 

[0207] In the present specification, "wt^o" means % 
by mass. 

(Example 1) 

10 

[0208] A fuel cell with the constituent described below 
was produced. In this fuel cell, the water repellency of 
its fuel-diffusion layer was set higher than that of its ox- 
ygen-diffusion layer. 

15 

< Constitution of the fuel cell > 

« Constituent of the fuel electrode » 



Fuel-diffusion-iayer core portion 

25 

Constituent material: Carbon cloth 
Thickness: 360 um 

Fuel-electrode-inside water-repellent-material- 
30 containing layer 

Constituent material: (i) Carbon powder (aver- 
age particle diameter 0.03 urn; "Denka Black" 
produced by Denki Kagaku Kogyo Co., Ltd.) 50 
35 wt%; (ii) Polytetrafluoroethylene 50 wt% (The 

polytetrafluoroethylene was carried by (mixed 
with) the carbon powder) 
Thickness: 30 jim 

40 . Fuel-electrode-outside water-repellent-material- 
containing layer 

Constituent material: (i) Carbon powder (aver- 
age particle diameter 0.03 |im; "Denka Black" 
45 produced by Denki Kagaku Kogyo Co., Ltd.) 50 

wt%; (ii) Polytetrafluoroethylene 50 wt% (The 
polytetrafluoroethylene was carried by the car- 
bon powder) 
Thickness: 30 u.m 

50 

— Fuel- reactive layer — 
[0210] 

55 - Constituent material: (i) Platinum catalyst (Pt 1 00 at 
%, average particle diameter 2 nm, specific surface 
area 100 m 2 /g) 35 wt%; (ii) Carbon powder (aver- 
age particle diameter 0.03 urn) 35 wt%; (iii) Nation 



20 — Fuel-diffusion layer — 
[0209] 

Fuel-diffusion-iayer core 

25 
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(produced by Aldrich Corporation, Nation shown 
below was same as this unless specified otherwise) 
30 wt% (The platinum catalyst is carried by the car- 
bon powder) 
Thickness: 20 \um 

« Constituent of an electrolyte layer » 

[0211] 

Constituent material: Nation 112 (produced by Du 
Pont Corporation) 
Thickness: 50 pm 

« Constituent of an oxygen electrode » 

— Oxygen-diffusion layer — 
[0212] 

Oxygen -diffusion- layer core portion 

Constituent material: Carbon cloth 
Thickness: 360 u,m 

Oxygen-electrode-inside 
water-repellent-material-containing layer 

Constituent material: (i) Carbon powder (aver- 
age - particle diameter 0.03 jim; "Denka Black" 
produced by Denki Kagaku Kogyo Co., Ltd.) 65 
wt%; (ii) Polytetrafluoroethylene 35 wt% (The 
polytetrafluoroethylene was carried by the car- 
bon powder) 
Thickness: 20 um 

Oxygen-electrode-outside 
water-repellent-material-containing layer 

Constituent material: (i) Carbon powder (aver- 
age particle diameter 0.03 |im; "Denka Black" 
produced by Denki Kagaku Kogyo Co., Ltd.) 65 
wt%; (ii) Polytetrafluoroethylene 35 wt% (The 
polytetrafluoroethylene was carried by the car- 
bon powder) 
Thickness: 20 urn 

— Oxygen-reactive layer — 
[0213] 

Constituent material: (i) Platinum catalyst (Pt 1 00 at 
%, average particle diameter 2 nm, specific surface 
area 1 00m 2 /g) 35 wt%; (ii) Carbon powder (average 
particle diameter 0.03 urn) 35 wt% (The platinum 
catalyst was carried by the carbon powder); (iii) 
Nation 30 wt% 
Thickness: 20 urn 



[0214] The fuel electrode was produced by following 
processes. First, carbon powder and polytetrafluoroeth- 
ylene were mixed and dispersed in ethyl acetate (dis- 
persion medium; dispersion media below are same as 

5 this) in the composition ratio described above. Then, the 
mixed dispersion liquid was coated on both surfaces of 
carbon cloth (fuel-diffusion-layer core portion), followed 
by drying it. Then, this carbon cloth was hot-pressed un- 
der the condition of 360 QC and 60 kg/cm 2 . Thereby, the 

10 fuel-diffusion layer with the above-mentioned thickness 
was obtained. Next, a mixed dispersion medium, which 
was obtained by mixing and dispersing a platinum cat- 
alyst, carbon powder, and Nation in the above-men- 
tioned composition ratio, was coated on one surface of 

is the fuel-diffusion layer (on one water- repellent-mate rial- 
containing layer), followed by drying it. Thereby, thef uel- 
reactive layer with the above-mentioned thickness was 
formed on the fuel -diffusion layer. In other words, the 
fuel electrode with the above-mentioned constitution 

20 and constituent was obtained. 

[0215] By doing a similar manner, an oxygen elec- 
trode with the above-described constitution and constit- 
uent was obtained. 

[0216] Next, the fuel electrode, the electrolyte layer, 
25 and the oxygen electrode were stacked on top of the 
other as their layers were situated in following order: 'fu- 
el-diffusion layer / fuel- reactive layer / electrolyte layer 
/ oxygen -reactive layer / oxygen-diffusion layer 1 . Then, 
the stacked stuff was hot-pressed under the condition 
30 of 130 QC and 40 kg/cm 2 . Thereby, the layered body 
(substantial fuel cell) was obtained. 
[0217] In the obtained fuel-diffusion layer, the water 
contact angle (average of those on its both surfaces) on 
the surface of the fuel-diffusion layer was 150°. The po- 
35 rosity of the fuel-electrode-inside water-repellent-mate- 
rial-containing layer was 45%. The porosity of the fuel- 
electrode- outside water-repellent-material-containing 
layer was 45%. 

[0218] In the obtained oxygen-diffusion layer, the wa- 
40 ter contact angle (average of those on its both surfaces) 
on the surface of the oxygen-diffusion layer was 150°. 
The porosity of the oxygen-electrode-inside water-re- 
pellent-material-containing layer was 55%, The porosity 
of the oxygen-electrode-outside water-rep ellent-materi- 
45 al-contalning layer was 55%. 

(Example 2) 

[0219] A fuel cell same as that of Example 1 except 
50 the shown below was produced by the same way de- 
scribed above. In this fuel cell, the water repellency of 
its fuel-diffusion layer was set higher than that of its ox- 
ygen-diffusion layer. 

55 
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« Constituent of the fuel electrode » 

— Fuel-diffusion layer — 

[0220] 5 

Fuel-electrode-inside water-repellent-material- 
containing layer 

Constituent material: (i) Carbon powder (aver- 10 
age particle diameter 0.03 u.m; "Denka Black" 
produced by Denki Kagaku Kogyo Co., Ltd.) 50 
wt%; (ii) Polytetraftuoroethylene 50 wt% (The 
polytetrafluoroethylene was carried by the car- 
bon powder) 15 
Thickness: 30 um 

Fuel-electrode-outside water-repellent-material- 
containing layer 

20 

Constituent material: (i) Carbon powder (aver- 
age particle diameter 0.03 jim; "Denka Black" 
produced by Denki Kagaku Kogyo Co., Ltd.) 50 
wt%; (ii) Polytetrafluoroethylene 50 wt% (The 
polytetrafluoroethylene was carried by the car- 25 
bon powder) 
Thickness: 30 u.m 

« Constituent of an oxygen electrode » 

30 

— Oxygen-diffusion layer — 
[0221] 

Oxygen-electrode-inside 35 
water-repellent-material-containing layer 

Constituent material: (i) Carbon powder (aver- 
age particle diameter 0.03 urn "Vulcan XC-72" 
produced by Cabot Corporation) 60 wt%; (ii) 40 
Polytetrafluoroethylene 40 wt% (The poly- 
tetrafluoroethylene was carried by the carbon 
powder) 

Thickness: 30 ujti 

45 

Oxygen-electrode-outside 
water-repellent-material-containing layer 

Constituent material: (i) Carbon powder (aver- 
age particle diameter 0.03 u.m; "Vulcan XC-72" 50 
produced by Cabot Corporation) 60 wt%; (ii) 
Polytetrafluoroethylene 40 wt% (The poly- 
tetrafluoroethylene was carried by the carbon 
powder) 

Thickness: 30 urn 55 

[0222] As supplemental remarks, in the present ex- 
ample, the inventers of the present invention used the 



carbon powder ("Denka Black" produced by Denki Ka- 
gaku Kogyo Co., Ltd.) for the fuel-electrode-inside wa- 
ter-repellent-material-containing layer and the fuel- 
electrode-outside water-repeilent-material-containing 
layer, whose water repellency was higher than that of 
the carbon powder ("Vulcan XC-72" produced by Cabot 
Corporation) for the oxygen-electrode-inside water-re- 
pellent-material-containing layer and the oxygen-elec- 
trode-outside water-repellent-material-containing layer. 
[0223] In the obtained fuel-diffusion layer, the water 
contact angle (average of those on its both surfaces) on 
the surface of the fuel-diffusion layer was 1 50°. The po- 
rosity of the fuel-electrode-inside water-repellent-mate- 
rial-containing layer was. 45%. The porosity of the fuel- 
electrode-outside water-repellent-material-containing 
layer was 45%. 

[0224] In the obtained oxygen-diffusion layer, the wa- 
ter contact angle (average of those on its both surfaces) 
on the surface of the oxygen-diffusion layer was 130°. 
The porosity of the oxygen-electrode-inside water-re- 
pellent-material-containing layer was 55%. The porosity 
of the oxygen-electrode-outside water-repellent-materi- 
al-containing layer was 55%. 

(Comparative Example) 

[0225] A fuel cell same as that of Example 1 except 
the shown below was produced by the same way de- 
scribed above. In this fuel cell, the water repellency of 
the fuel-diffusion layer and that of the oxygen-diffusion 
layer were set equal to each other. 

« Constituent of the fuel electrode » 

— Fuel-diffusion layer — 

[0226] 

Fuel-electrode-inside water-repellent-material- 
containing layer 

Constituent material: (i) Carbon powder 65 
wt%; (ii) Polytetrafluoroethylene 35 wt% 
Thickness: 30 um 

Fuel-electrode-outslde water-repellent-material- 
containing layer 

Constituent material: (i) Carbon powder 65 
wt%; (ii) Polytetrafluoroethylene 35 wt% 
Thickness: 30 ujti 
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« Constituent of the oxygen electrode » 
Oxygen-ditfusion layer — 

[02271 

Oxygen-electrode-inside 
water-repellent-material-containing layer 

. Constituent material: (i) Carbon powder 

wt%; (ii) Polytetrafluoroethylene 35 wt% 
. Thickness: 30 urn 

Oxygen-electrode-outside 
water-repellent-material-containing layer 

. Constituent material: (I) Carbon powder 65 

wt%; (li) Polytetrafluoroethylene 35 wt% 
- Thickness: 30 urn 



(Evaluation) 

[0228] Cell frames (a fuel-electrode-side cell frame 
and an oxygen-electrode-side cel. frame) were f «ed on 
the layered body that was obtained in each of the ex- 
amples and comparative example so that the fuel cel. 
was assembled individually. 

[0229] Next, two fuel cells were set in a eel unit in 
parallel. Then, the celi unit was installed in a fuel eel 
device as shown in FIG. 2. More specially, each fuel 
cell device equipped with the fuel cells obtained in each 
example (or comparative example) was ° btained ; 
[0230] Next, the fuel cell devices were operated under 
he conditions that the supply pressure of hydrogen gas 
was 0 9 kgf/cm* and the amount of water supply to the 
oxygen electrodes was 0.66 mg/cm^sec so that they 
Generated electricity. 

TO231] Then, the current density - voltage relations 
characteristics) of the fuel cells obtained in each of the 
examples and comparative example were measured. 
[02321 FIG. 3 shows the results. 
0233 As shown in FIG. 3. the current densities of the 
fuel cells of the present examples were higher than tha 

of the fuel cell of the comparative example in a usual 
operating voltage range of fuel cells. 
[0234] It was confirmed from the above results i that 
the fuel cells of the present examples enabled high cell 
outputs to be obtained. 

[0235] As described above, according to the present 
inventions, cell outputs of fuel cells can be enhanced 
[02361 Thus, according to the present mvent.ons, fuel 
cells and fuel cell devices, which bring high cell outputs, 
can be provided. 

[0237] Finally, it is to be noted that present .nvention 
s no way limited to the examples described above, and 
many changes and additions may be made wrthout de- 
parting from the spirit of the present invention, which is 
defined by the following claims. 



Claims 

1 . A fuel cell, comprising: 

a fuel electrode which has a fuel-diffusion layer 
for diffusing fuel; 

an oxygen electrode which has an oxygen-dif- 
fusion layer for diffusing oxygen; and 
an electrolyte layer which is arranged between 
the fuel electrode and the oxygen electrode, 
wherein the fuel-diffusion layer has higher wa- 
ter-repellency than that of the oxygen-diffusion 
layer. 



15 2. A fuel cell, comprising: 

a fuel electrode which has a fuel-diffusion layer 
for diffusing fuel and a fuel-reactive layer for 
having the fuel react, the fuel-reactive layer be- 
20 ing in contact with the fuel-diffusion layer; 

an oxygen electrode which has an oxygen-dif- 
fusion layer for diffusing oxygen and an oxy- 
gen-reactive layer for having the oxygen react 
the oxygen-reactive layer being in contact with 
25 the oxygen-diffusion layer, and 

an electrolyte layer which is arranged between 
the fuel electrode and the oxygen electrode, 
wherein the fuel-diffusion layer has higher wa- 
ter-repellency than that of the oxygen-diffusion 
layer. 
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The fuel cell as claimed in Claim 1 , wherein each of 
thefuel-diffusion layerandthe oxygen-diffusion lay- 
er has at least one water-repellent-material-con- 
taining layer which contains a material having water 
repellency, and the water-repellent-material-con- 
taining layer of the fuel-diffusion layer has higher 
water-repellency than that of the oxygen-diffusion 
layer. 

The fuel cell as claimed in Claim 3, wherein the con- 
tent of the material having water repellency in the 
water-repellent-material-containing layer of the fu- 
el-diffusion layer is larger than that of the material 
having water repellency In the water-repe len -ma- 
terial-containing layer of the oxygen-diffusion layer. 

The fuel cell as claimed in Claim 4, wherein thecon- 
tent of the material having water repellency in the 
water-repellent-material-containing layer of the fu- 
el-diffusion layer is larger than that of the material 
having water repellency in the water-repellent-ma- 
terial containing layer of the oxygen-diffusion layer 
by at least 5wt%. 

B The fuel cell as claimed in Claim 3, 4 or 5, wherein 
' the content of the material having water repellency 
in the water-repellent-material-containing layer ot 
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the fuel-diffusion layer is 20 to 80wt%. 

7. The fuel cell as claimed in any of Claims 3 to 6, 
wherein the content of the material having water re- 
pellency in the water-repellent-material-containing 
layer of the oxygen-diffusion layer is 15 to 
65wt%. 

8. The fuel cell as claimed in any of Claims 3 to 7, 
wherein the water-repellent-material-containing 
layer of the fuel-diffusion layer and the water-repel- 
lent-material-containing layer of the oxygen-diffu- 
sion layer include a conductive material, respective- 
ly, in which the conductive material in the water-re- 
pellent-material-containing layer of the fuel-diffu- 
sion layer has higher water-repellency than that of 
the conductive material in the water-repellent-ma- 
terial-containing layer of the oxygen-diffusion layer. 

9. The fuel cell as claimed in any of Claims 3 to 8, 
wherein the water-repellent-material-containing 
layer is a layer in which the water repellency mate- 
rial is carried by a particulate conductive material. 

10. The fuel cell as claimed in any of Claims 3 to 9, 
wherein the fuel-diffusion layer has the water-repel- 
lent-material-containing layers at its both sides. 

11. The fuel cell as claimed in any of Claims 3 to 10, 
wherein the oxygen-diffusion layer has the water- 
repellent-material-containing layers at its both 
sides. 

12. The fuel cell as claimed in any of Claims 1 to 11, 
wherein the water contact angle on the surface of 
the fuel-diffusion layer is larger than the water con- 
tact angle on the surface of the oxygen-diffusion 
layer by at least 5°. 

13. The fuel cell as claimed in any of Claims 1 to 12, 
wherein the water contact angle on the surface of 
the fuel-diffusion layer is 100 to 160°. 

14. The fuel cell as claimed in any of Claims 1 to 13, 
wherein the water contact angle on the surface of 
the oxygen-diffusion layer is 90 to 150°. 

15. The fuel cell as claimed in any of Claims 1 to 14, 
wherein the fuel cell uses hydrogen as fuel. 

16. A fuel cell device, comprising a fuel cell as claimed 
in any one of Claims 1 - 15. 

17. A fuel cell device, comprising: 

a fuel cell main body which includes 

(a) a fuel electrode which has a fuel-diffu- 



sion layer for diffusing fuel; 

(b) an oxygen electrode which has an oxy- 
gen-diffusion layer for diffusing oxygen, the 
fuel-diffusion layer having higher water-re- 

5 pellency than that of the oxygen-diffusion 

layer; and 

(c) an electrolyte layer which is arranged 
between the fuel electrode and the oxygen 
electrode; 

w 

fuel supply means for supplying fuel to the fuel 
electrode; and 

oxygen supply means for supplying gas con- 
taining oxygen gas to the oxygen electrode. 

15 

18. The fuel cell device as claimed in Claim 1 7, further 
comprising water supply means for supplying water 
to the oxygen electrode. 

20 
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